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briquettes are dried in a furnace fo a point where tiny cau j^ charged on a bath of molten lead without spitting In this case the melting and cuix>llation are done in the name furnace, which is an English-type cupel furnace with oval test, made of a mixture of cement and limestone in the proportion of 75% to 25%. After the fire is started load is fed into the furnace and when a bath of well-heated metal has been obtained the briquettes are fed in on top, more being added as they melt down, until the test is full of fused material. The slap; is tapped oil by cutting down the front wall of the test, the ajMTture closed, and more briquettes charged in, the* operation being related until all the precipitate has been disposed of. Finally more lead is added to raise the level of the* bath and the slag ami matte remaining finally cleaned oil. ('upeilation is then proceeded with until all the lead has been eliminated and only lino bullion remains.ff to within an inch of the metal surface and the remainder thickened and carefully skimmed. The clean lead is tapped off into bar moulds of a suitable size for feeding into the cupel furnace, which is of the usual type.
